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A solid oxide fuel cell comprises a plate-like electrode body (3) of porous ceramic 
having a plurality of gas flowing passages (4A,4B) therein, a dense 
inter-connector formed on the plate-like electrode body, a dense solid electrolyte 
film (9) formed on the plate-like electrode body, an electrode film (10) formed on 
the dense solid electrolyte film, a gas supply chamber (30), a dense partition 
member (1) separating the gas supply chamber (30) from an exhaust gas 
combustion chamber (7), and a partition member separating the exhaust gas 
combustion chamber from a power generation chamber (8). The oxidizing gas or 
fuel gas passing through the gas flowing passages is turned around an end 
portion of the fuel cell unit at the side of the power generation chamber (8) and 
moves toward the gas supply chamber (30) and is then discharged to the 
exhaust gas combustion chamber (7) through a gas discharge port (6) formed in 
the respective gas flowing passage. Thermal stresses are mitigated and more 
uniform temperature operation is achieved. 
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@ Solid oxide fuel cells. 



(g) A solid oxide fuel cell comprises a plate-like electrode body (3) of porous ceramic having a plurality of 
gas flowing passages (4A.4B) therein, a dense inter-connector formed on the plate-like electrode body, 
a dense solid elecbolyte film (9) fomned on the plate-like electrode body, an electrode film (10) fbmied 
on the dense solid electrolyte film, a gas supply chamber (30), a dense partition member (1) separaGng 
the gas supply chamber (30) from an exhaust gas combustion chamber (7), and a parStion member 
separating the exhaust gas combustion chamber from a power generation chamber (8). The oddizing 
gas or fuel gas passing through the gas flowing passages is tumed around an end portion of the fuel cell 
unit at the side of the power generation chamber (8) and moves toward the gas supply chamber (30) and 
Is then discharged to the exhaust gas combustion chamber (7) through a gas discharge port (6) formed 
in the respective gas flowing passage. Thermal stresses are mitigated and more uniform temperature 
operation Is achieved. 
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SOUD OXIDE FUEL CELLS 



This invention relates to a solid oxide fuel cell. 

Recently, fuel cells have been noted as power 
generating equipments. The fuel cell is an equipment 
capable of directly converting chemical energy pos- 
sessed by fuel to electric energy. Since the iiiel cell 
is li^e from the limitation of Camors cyde, it Is an ext- 
remely promising technique in that the fuel cell essen- 
tially has a high energy conversion efficiency, and 
vartous fuels (naphtha* natural gas. methanol, coal 
reformed gas, heavy oil. etc.) may be used, and the 
public nuisance is less, and the power generating effi- 
ciency Is not influenced by the scale of the equipment 

Particulariy, since the solid oxide fuel cell 
(hereinafter abbreviated as SOFC) operates at a high 
temperature of lOOO^C or more, the activity of the 
electrode is very high, and the use of a noble metal 
catalyst such as expensive platinum Is not completely 
required. In addition, since the SOFC has a low pol- 
arization and a relatively high output voltage, tfie 
energy conversion efficiency is considerably higher 
than that in the otherfuel cell. Furfhemiore, since the 
SOFC is constructed with solid materials, It is stable 
and has a long use life. 

A cell unit for SOFC is generally comprised of an 
air electrode, a solid electrolyte and a fuel electrode. 

A flat plate type SOFC cell unit is large In the 
effective cell area per unit volume and has a brightfut- 
ure. It is known that a plurality of such flat plate type 
SOFC cell units are arranged In parallel with each 
other and rigidly and closely fixed to each other to 
form a power generation chamber, whereby an oxidi- 
zing gas and a fuel gas are supplied from one side of 
the power generation chamber and a burnt exhaust 
gas is discharged from the other side thereof. 

However, when the cell units are rigidly and 
closely fixed to each other to fomi an airtight power 
generation chamber, these units are at a mutually 
sealed and restrained state, so that a large thermal 
stress occurs in an edge portion of the cell unit at a 
high temperature in the operation . Furthemiore, elec- 
trode reaction is active in the vicinity of a supply port 
for the oxidizing gas and fuel gas. while electrode 
reaction Is Inactive in the vicinity of a discharge port 
for the exhaust gas and the temperature at this port 
is low, so that a large temperature gradient is caused 
in the power generation chamber, whereby a large 
thermal stress is also created. These themial stres- 
ses are apt to produce cracks in the brittle fuel cell 
unit and consequently the power generatton effi- 
ciency lowers and the breakage of an assembly of 
these cell units proceeds. 

Particularly, when the base portk>ns of the SOFC 
cell units are rigidly supported by a partition wall 
arranged bebveen oxidizing gas supply chamber and 
exhaust gas combustion chamber, the pushing stress 



becomes larger and hence cracks are also apt to be 
produced in the brfttle cell unit 

It Is, therefore, an object of the Invention to pro- 

5 vide a solid oxide fuel cell having a high rellabifity and 
an improved durability in which the occurrence of 
cracks Is prevented by mitigating thermal stress 
created in the cell unit and the power generation at 
each position of the fuel ceD unit is made uniform by 

10 making small the temperature gradient over a region 
ranging firom the gas supply side of the cell unit to the 
end porton of the power generatton chamberskle and 
the structure of the cell unit is high in the strength and 
stable to gas. 

IS It is another object of the invention to provide a 
solid oxide fuel cell having improved reliability and 
durability by mitigating the occurrence of stress pro- 
duced through rigid supporting at the end portion of 
the cell unit to prevent the occunrence of cracks. 
20 According to the invention, there Is the provision 
of a solkl oxide fuel cell comprising : 

an electrode body, preferably plate-IOce, of por- 
ous ceramic having a pluralSy of gas flowing pas- 
sages therein ; 
25 a dense interconnector formed on at least one 

main surface of the plate^ike electrode body ; 

a dense solid elecbx)lytefilmfbn(ned on at least 
other main surface of the plato-^ike electrode body ; 
an electrode film fomied on the dense solid 
30 electrolyte film and having a pdarity opposite to a pol- 
arity of the plate-Iike electrode body ; 

a gas supply chamber for supplying an oxidiz- 
ing gas or a fuel gas to the gas flowing passage ; 
a dense partition member holding an end por- 
35 tion of a fuel cell unit at a side of the gas supply cham- 
ber; 

an exhaust gas combustion chamber arranged 
adjacent to the gas supply chamber through the 
dense partition member ; and 

40 a partition member separating the exhaust gas 

combustion chamber from a power generation chano- 
ber, in which the oxidizing gas or fuel gas supplied 
from the gas supply chamber to the gas flowing pas- 
sages is turned around an end portton of the fuel cell 

4S unit at the side of the power generation chamber and 
transferred toward the gas supply diamber and then 
dischariged to the exhaust gas combustion chamber 
through a gas discharge portformed In the respecth^ 
gas flowing passage. 

50 In a preferable embodiment of the invention, the 
dense partition member supporting the outer 
periphery of the fuel cell unit between the gas supply 
chamber and the exhaust gas combustion chamber is 
covered at its surface with an airtight material so as 

55 not to sub^ntialty exposure the surtece of the dense 
partition member to the gas supply chamber and the 
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exhaust gas combustion chamber. 

In another preferable embodiment of the inven- 
tion, the outer periphery of the fuel cell unit is suppor- 
ted by a porous material having a substantially gas 
impermeabOily between the gas supply chamber and 
the exhaust gas combustion chamber. 

The invention will be desolbed with reference to 
the accompanying drawings, wherein : 

Fig. 1 is a sectional view of a first embodiment of 

the SOFC cell unit according to the invention ; 

Fig. 2 is a sectional view taken along a line 11-11 of 

Fig.1; 

Fig. 3 is a sectional view taken along a line Ill-Ill 
ofFig.1; 

Fig. 4 is a sectional view showing a series-parallel 
' connecting state of the SOFC cell units shown in 
Fig.1; 

Rg. 5 is a sectional view of a second embodiment 
of tiie SOFC cell unit according to the invention ; 
Fig. 6 is a sectional view taken along a line VI-VI 
of Fig. 5; 

Fig. 7 Is a sectional view taken along a line Vll-Vli 
of Fig. 5; 

Fig. 8 is a sectional view of a third embodiment of 
the SOFC cell unit according to the invention ; 
Fig. 9 is a sectional view taken along a line IX-IX 
of Fig. 8; 

Fig. 10 is a sectional view showing a supporting 
state of another SOFC cell unit ; and 
Fig. 11 is a sectional view shoving a supporting 
state of the other SOFC cell unit 
Refemng to Figs. 1 to 3. an SOFC cell unit 11 
according to the invention is constituted as follows. 
That ls» as shown in Rgs. 2 and 3, an elongated flat 
plate-iike air electrode body 3 is used as a support and 
a film of a dense interconnector 12 is formed on a 
lower bottom surface of the air electrode body 3 and 
a fSm of a dense soFid electrolyte 9 Is formed on top 
surface and side surfaces of the air electrode body 3. 
Thus, tiie surrounding of the air electrode body 3 is 
covered with tiie dense fHms. Moreover, the intercon- 
nector 12 is extended to the dense solid electrolyte 
film 9 over the air electrode body 3 as shown in Fig. 
3, whSe the dense solid electrolyte film 9 is extended 
to one end of tiie air electrode body facing to a side 
of a gas supply chamber 30 as shown in Figs. 1 and 
2 because the air electrode body 3 is weak to a reduc- 
ing gas such as CO gas, steam or the like in an 
exhaust gas combustion chamber 7. Furthermore, a 
film of a fuel electrode 10 Is fonmed on an upper sur- 
face and skie surfaces of the bcM electrolyte film 9 so 
as not to contact with the interconnector 12 and is ter- 
minated before a porous partition member 2 separat- 
ing the eodtaust gas combustion chamber 7 from a 
power generation chamber 8 as shown in Figs. 1 and 
2. 

An end of the SOFC cell unit 11 is supported by 
a dense partition member 1 surrounding the solid 



electrolyte fDm 9 and tiie interconnector 12, through 
which tiie gas supply chamber 30 for an oxygen con- 

5 taining gas such as air or tiie like is separated from tiie 
exhaust gas combustion chamber 7. On the other 
hand, the SOFC cell unit 1 1 is softly supported by the 
porous partition member2 separating the exhaust gas 
combustion chamber 7 from tiie power generation 

10 chamber 8. 

The flat plate-IQce air electrode body 3 may be 
made from doped or undoped l^MnOa. CaMnOa, 
LaNiOa, LaCoOa, LaCrOs or the like, among which 
LaMnOa doped witii strontium is preferable. The 

IS dense solid electrolyte film 9 may generally be made 
from zirconia stabilized witii yttria or the like. The fuel 
electrode film 10 is generally made from nfckel-zlr- 
conla cenmetor cobalt-zirconia cermet 

In the inside of tiie flat plate-like air electrode 

20 body 3 is fonned a plurality of gas flowing passages 
4A, 4B, in which an inlet port 16 and a dosed member 
5 are alternately arranged in tiie ends of tiiese pas- 
sages facing to the gas supply chamber 30. In ttie 
operation of the SOFC, tiie oxidizing gas is fed from 

25 the each of the gas inlet portions 16 through each of 
the gas flowing passages 4A toward the end of the 
SOFC cell unit at the side of the power generation 
chamber and turned around the end In a direction 
opposite to the flowing directk)n and again passed 

30 through each of the ge» flowing passages 4B toward 
the gas supply chamber 30 as shown by an anrow E. 
As shown in Figs. 1 and 2, tiie closing members is dis- 
posed in tiie end of the gasflov^ng passage 4B at the 
side of the gas supply chamber 30 and also a gas dis- 
ss charge port 6 facing the exhaust gas combustion 
chamber 7 is fonmed In the gas flowing passage 48. . 
Therefore, tiie oxidizing gas gives an oxygen ton^to 
the fuel electrode fOm 10 through the air electrode 
body 3 and the solid electrolyte film 9 during' tiie pas- 

40 sing through tiie gas flowing passages 4A, 48, which 
ion reacts with fuel on the fuel electrode film 1 0 to con- 
tribute power generation. A waste oxidizing gas hav- 
ing a reduced oxygen concentration is discharged 
from tiie gas discharge port 6 to the exhaust gas com- 

45 bustion chamber 7. On the other hand, the porous par- 
tition member 2 separating the exhaust gas 
combustion chamber 7 from the power generation 
chamber 8 is designed to produce aflowlng of fuel gas 
toward the exhaustion gas combustion chamber 7 at 

50 a slight pressure difference between tiie power gen- 
eration chamber 8 and the exhaust gas combustion 
chamber 7, whereby the backward flowing of oxidiz- 
ing gas from the exhaust gas combustion chamber 7 
to tiie power generation chamber 8 is prevented. 

5S Furtiier, fuel gas is passed in the power generation 
chamber 8 for use in power generation as shown by 
an arrow F, and a mixed gas of steam and carbon 
dbxide gas produced by the reaction with the oxygen 
Ion as well as unreacted fuel gas is passed through a 
gap between the porous partition member 2 and tiie 
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SOFC cell unit 1 1 toward the exhaust gas combustion 
chamber 7, at where the mixed gas is burnt by con- 
tacting with the waste oxidizing gas to preheat afresh 
oxidizing gas passing through the gas flowing pas- 
sages 4A, 4B. 

The oxidizing gas produces oxygen ion at the 
interface between the air electrode body 3 and the 
solid electrolyte fDm 9, which moves through the solid 
electrolyte film 9 to the fuel electrode film 10. The 
oj^gen ion reacts with the fuel gas to emit electron to 
the fuel electrodefilm 10. A power is taken out by con- 
necting a load between the interconnedor 12 connect 
ted to the air electrode as a positive pde and the fuel 
electrode fDm 10 as a negative pole. 

When these SOFC cell units 11 shown in Rg. 1 
are used to form a stack as shown in Rg. 4, the inter- 
connector 11 of the upper SOFC cell unit 11 is con- 
nected to the fuel elecfax)de film 9 of the lower SOFC 
cell unit 1 1 through a nickel felt 14 to conduct series 
connectton of these SOFC cell units, while the fuel 
electrode films 10 of the adjoining upper SOFC cell 
units 11 and the adjoining lower SOFC cell units 11 
are connected to each other through a respective 
nickel felt 13 to conduct parallel connection of these 
units 1 1 . Although the embodiment of Rg. 4 uses four 
SOFC cell units 1 1 for convenience* sake, the number 
of SOFC cell units used may finely be changed. 

The solid oxide fuel cell of the above illustrated 
embodiment develops the following effects- 

(1) When supporting the brittle ceramic SOFC cell 
unit, only one end of the base portion of the SOFC 
cell unit 1 1 is fbced to and supported by the dense 
partitton member 1 and also softly supported by 
the porous partition member 2. 

Therefore, the supporting structure Is entirely dif- 
ferent from the conventional technique that the 
outer periphery of the SOFC cell unit is rigidly 
fixed, and no excessive pushing stress is caused 
in the SOFC cell unit 11. 

(2) Since the oxidizing gas is supplied under a 
pressure higher tiian a pressure inside the 
exhaust gas combustion chamber 7 and continu- 
ously discharged from the gas discharge port 6 
toward the exhaust gas combustion chamber, 
while ttie fuel gas is also discharged through tiie 
gap between the porous partition member 2 and 
the SOFC cell unit 11 toward the exhaust gas 
combustion chamber 7. it is not required to seal 
and fix the outer periphery of the SOFC cell unit 
1 1 . As a result, the occun-ence of stress resulted 
from tiie sealing and fixing of the SOFC cell unit 
is lessened, and the reliability as a structural body 
is improved. 

(3) Since tiie exhaust gas combustion chamber 7 
is arranged adjacent to tiie gas supply chamber 
30 for the oxklizing gas, for example, oxidizing 
gas leaked from the gas supply chamber 30 does 
not directiy contact witii the fuel gas but contacts 



with only the waste fuel passed through tiie power 
generation chamber 8 and having a small fuel 

5 content and containing a large amount of steam. 
As a result, not only tiie local rapid heat gener- 
ation at tiie end of tiie SOFC cell unit but also tiie 
occurrence of cracks in the SOFC cell unit can be 
prevented. Furthennore, tiie excesshre and local 

10 power generation is prevented, so ttiat the local 
degradation of the SOFC cell unit can be preven- 
ted, and tiie durability of tiie SOFC cell unit is 
Improved. 

Moreover, when tiie end portion of tiie SOFC cell 
IS unit is supported by tiie dense partition member, 
ceramic fiber felt or tiie like having an air per- 
meabOity can be used as a cushion member. 

(4) In the conventional fuel cell, since tiie fuel con- 
tent is large at one end of tiie cell near to tiie inlet 

20 port for tiie fuel gas. tiie electrochemical reaction 
is active and tiie temperature rises, and hence the 
reaction becomes more ad^e with such a rising 
of the temperature. On the otfier hand, tiie con- 
cenb^n of fuel gas consklerably reduces at tiie 

25 otiier end, so tiiat tiie reaction is inactive and tiie 
temperature is low, and hence tiie reaction 
becomes more inactive with such a low tempera- 
ture. Moreover, a laiige amount of CO2, steam and 
the like is contained in the reacted luel gas and 

30 attacks to the electrode surface to obstruct tiie 
reaction, so tiiat tiie temperature nnore lowers. 
This tendency more appears as tiie size of the flat 
plate-like SOFC cell unit becomes larger. 
On the contrary, according to the invention, the 

35 gas inlet port 16 and tiie closing member 5 are 
alternately arranged to reciprocatedly pass tiie 
oxidizing gas supplied from the gas supply port16 
in tiie SOFC cell unit 11 in tiie longitudinal direc- 
tion, so that tiie active portion of electrode reac- 

40 tion is not locally concentrated but Is relatively 
dispersed over the whole of tiie cell unit As a 
result, the temperature gradient can be reduced 
over a whole of the cell and hence tiie reduction 
of thermal stress, uniformization of power genet- 

4S ation and tiie improvement of the power generat- 
ing effect over wholes of tiie cell unit and tiie stack 
of series-parallel connection can be achieved. 

(5) The adjoining gas discharge ports 6 formed in 
the gas flowing passages 4B are not positioned at 

50 the same plane in tiie lateral direction of tiie 
SOFCcellunit 11, but are alternately disposed on 
tiie plane in the lateral direction of tiie SOFC cell 
unit 11. That is, tiie gas discharge ports 6 being 
apt to decrease the structural strength are not 

55 aligned at tiie same plane, so tiiat it is advan- 
tageous in view of structural dynamics and the 
decrease the sti^ngtii against bending sbBSS in 
tiie SOFC cell unit can be prevented. 

(6) The fuel electrodefilm 10 is formed on not only 
the main surface but also side surfaces of tiie 
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SOFC eel] unit 11 without coming into contact 
with the interconnector 12, so that the electrode 
area can more be enlarged. 5 

(7) The outer peripheral surface of the air elec- 
trode body 3 is covered with the dense intercon- 
nector 12 and the dense solid electrolyte film 9 in 
the power generation chamber 8 and the exhaust 

gas combustion chamber 7, so that the degra- io 
dation of the air electrode body 3 due to the con- 
tacting with reducing gas and steam produced by 
combustion can effectively be prevented. 

(8) Since the cell unit has a box-type multi-chan- 
nel structure, the structural strength of the cell is 
unit itself can be enhanced. 

In Fig. 5 is shown another embodiment of the 
SOFC cell unit 21 according to the invention. Fig. 6 is 
a sectional view taken along a line VI-VI of Fig. 5 and 
Fig. 7 is a sectional view taken along a line VII-VIl of 20 
Fig. 5. In Fig. 7. however, the partition members 1 and 
2 and nickel felt 24 are omitted for convenience' sake. 

The whole structure of the SOFC eel! unit 21 
shown in Fig. 5 to 7 are substantially the same as in 
the SOFC cell unrt 1 1 of Figs. 1 to 3, so that the exp- 25 
lanafion on the same parts Is omitted. 

In the SOFC cell unit 21, a fuel electrode film 20 
is formed on only the main surface of the cell unit 
(upper side surface in Figs. 8 and 7} but does not 
extend to the side surfece of the cell unit In the elec- 30 
trical connection between the cell units, nickel felts 24 
are arranged so as to contact with the lower surface 
of the interconnector 12 and the upper surface of the . 
luel electrode film 20 in the SOFC cell unit 21 as 
shown in Fig. 6. When such SOFC cell units 21 are 35 
anBnged in the longitudinal directton to fonm a stack 
(not shown), fte connection between the SOFC cell 
units is series. In order to unifonfTtIze the potential dis- 
tribution as a whole of SOFC comprised of plural 
stacks, It is desirable that the Itiel electrode films 20 40 
of the adjoining SOFC cell units 21 in the lateral direc- 
tion are connected to each other with a common 
nickel felt 24, whereby the connection between the 
adjoining stacks Is rendered into parallel connection. 
Altematively, when a plurality of stacks each com- 45 
prised of series-ojnnected SOFC cell units 21 are 
connected to each other In parallel, the fuel electrode 
films 20 located at the upper ends of the stacks may 
be connected to each other with a common metal 
plate, while the interconnectors 12 located at he lower so 
ends of the stacks may be connected to each other 
with another common metal plate. 

In the above inustratad embodiment, since the 
fuel electrode film 20 is not fonmed on the skle surface 
of the SOFC cell unit 21 , only toe solid electrolyte film 55 
9 is exposed at ^e side surface, so that there is no 
risk of electrically forming a short circuit between the 
fuel electrode fOm 20 and the Interconnector 12, and 
hence the prac&cality Is more enhanced. 

In this embodiment, eight gas flowing passages 



4A, 4B for the oxidizing gas are arranged In the air 
electrode body 3 in the longitudinal direction of the cell 
unit as shovim in Fig. 5, among which the closing 
member 5 is an^nged to each of the upper two pas- 
sages and the lower two passages 4B, while gas sup- 
ply ports 16 are anranged in the four passages 4A at 
the central portion of the air electrode body 3. As a 
result, the oxidizing gas Is first supplied firom the gas 
supply ports 1 6 into the gas flowing passages 4A and 
divided at the ends of the passages 4A in up and down 
directions and then entered into the gas flowing pas- 
sages 4B. 

The first and second embodiments may be vari- 
ously modified as follows. 

(a) The interconnector 12 may be extended to the 
side surface of the SOFC cell unit within a range 
of not contacting with the fuel electrode film 10 
Instead of the case that the fuel electrode film 10 
Is extended to the side surface of the SOFC cell 
unit as shown in Figs. 2 and 3. In this case, the 
fuel electrode film 10 may be backed for avoiding 
the formation of short circuit with the interconnec- 
tor 12, if necessary. Furthermore, the dense inter- 
connector 12 may be fomied on the dense soiki 
electrolyte film 9, or may be extended toward the . 
solid electrolyte film 9 by backing the solid elec- 
trolyte film 9 so as not to overiap with the intercon- 
nector 12. In any case, it Is favorable that the 
surface of the air electrode body 3 is not exposed 
between the dense solid electrolyte film 9 and the 
dense interconnector 12. 

(b) The number of the gas flowing passages , the 
sectional shape of the passage and the like may 
be varied, in this case, It is preferable to alter- 
nately an^nge the gas discharge port and the 
closing member in the gas flowing passages 4A, 
4B as shown in Fig. 1 from a viewpoint of heat gra- 
dient 

In the fonnation of the closing member 5, there 
may be adopted a method wherein a moid is 
made from an organic material and a material for 
air electrode is poured into the mold in fonn of the 
dosing member 5 and then fired to remove the 
organic material, a method wherein the dosing 
members is Individually fonmed, fired and fixed to 
the gas supply port through adheston, bonding, 
stocking, fitting or the like, and so on. 

(c) In the above embodimente, the gas flowing 
passages are fonmed in the air electrode body 
and then the solid electrolyte film and the fuel 
electrode film are successivety formed thereon. 
Inversely, the gas flowing passages for fuel gas 
are fonmed in theflat plate-llkefuel electrode body 
and then the solid electrolyte film and the air elec- 
trode film are successively formed thereon, 
whereby the oxidizing gas can be passed through 
the power generation chamber. 

(d) In the supporting of the SOFC cell unit with the 
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partition member, a cushion member having, an 
air permeability such as ceramic fiber felt or the 
like can be used. Furthemiore, a support or flow 
baffle safUy contacting with the SOFC ceD unit 
may be incorporated. 

(e) The gas can be flown from the power gener- 
ation chamber to the exhaust gas combustion 
chamber by using a porous body having an air 
permeability as the partition member Z 

(f) A porous air elecfa'ode Is formed on a porous 
and flat plate-iike conducive electrode support 
and further a solid electrolyte is formed thereon 
so as to have the same structure as in the above 
embodiment according to the invention. 
Although the cell unit 1 1 is horizontally supported 

in Fig. 1, the whole of the SOFC itself may be vertical 
or may be inclined at a given angle. 

The plane shape of the flat plate-like SOFC cell 
unit may be triangular, hexagonal, circular or the like 
in addition to square and rectangular. Furthenmore, 
the plate shape of the SOFC cell unit may be wavy, 
conical, pyramidal, spherical or the like In addition to 
flat 

In Figs. 8 and 9 is shown a third embodiment of 
the SOFC cell unit 31 according to the Invention, in 
which F^. 9 is a sectional view taken along a line IX-IX 
of Rg. 8. This embodiment has the same structure as 
in the first embodiment of Rgs. 1 to 3 except for the 
supporting of the SOFC cell unit at its one end. 

That Is, the supporting of the SOFC c^I unit 31 Is 
made as follows. 

As shown In Figs. 8 and 9, an end of the SOFC 
cell unit 31 is inserted into a hole 32afonT^ed in an air- 
tight partition member 32 and a porous member 33 Is 
filled in a space between the the hole 32a and the 
outer peripheral surface of the SOFC cell unit 31, 
whereby the SOFC cell unit 31 Is softly supported. 
Thus, the gas supply chamber 30for the oxidizing gas 
is defined at the left side of the airtight partition mem- 
ber 32 and the pon)us member 33, while the exhaust 
gas combustion chamber 7 is defined at right side 
thereof as shown in Rgs. 8 and 9. 

Further, an airtight wall member 34 is disposed 
onto the surface of the airtight partition member 24 
facing to the gas supply chamber 30 so as to cover the 
surface of the porous member 33, whereby the sur- 
face of the porous member 33 is not exposed to the 
gas supply chamber 30. Moreover, the edge portion 
of the airtight wall member 34 In the vicinity of the 
outer peripheral surface of the SOFC cell unit 31 has 
a slant portion 34a, and tiie tip of tiie slant portion 34a 
contacts with the outer peripheral surface of the 
SOFC cell unit 31 . In this case, tiie slant portion 34a 
substantially comes into contact with the SOFC cell 
unit 31 without fbcing, so that it is permitted to locafly 
produce a gap between the SOFC cell unit 31 and the 
slant portion 34a at ttie contacted region. 

On the other hand, an airtight slant projecGng por- 



tion 35 isfbnned on the outer peripheral surfece of the 
SOFC cell unit 31 facing to tfie exhaust gas combus- 

5 tion chamber 7 so as to cover the surface of the por- 
ous member 33 facing to tiie exhaust gas combustion 
chamber 7, whereby tiie exposure of the surface of 
the porous member 33 to tiie exhaust gas combustion 
chamber 7 is prevented. Moreover, the porous parti- 

10 tion member 2 is arranged so as to separate tiie 
exhaust gas combustion chamber 7 from the power 
generation chambers, whereby the SOFC cell unit 31 
is also softly supported. 

As the porous member 33, use may be made of 

15 ceramicfiber felt, ceramicfiber board, refractory brick, 
insulated castable and tite like. As a mat^al of tiie 
airtight wall member 34, use may be made of refrac- 
tory cements and mortars of alumina, muilite, zirconia 
and the like. 

20 The slant projecting portion 35 may be formed by 
adhering, bonding or sticking the same material as In 
the solid electrolyte film 9 to the outer peripheral sur- 
face of the SOFC cell unit, or may be fomned by sub- 
jecting the solid electrolyte fllm having a tiiicker 

25 thickness for the SOFC cell unit to a cutting work. 

The airtight wall member 34 with the slant portion 
34a is integrally united with the airtight partition menh 
ber 32, which may be made from an insulated material 
such as alumina, muilite, zirconia or tiie like. Further- 

30 more, tiie airtight partition member 34 with tiie slant 
portion 34a may be formed flrom a refractory cement 
onto the surfaces of tiie airtight partition member 32 
and tiie porous member 33. 

The solid oxide fuel cell comprised of tiie SOFC 

35 cell unit having tiie above structure has tiie same 
effect as in the first embodiment of Rgs. 1 to 3 and 
furtiier develops the following effects. 

(1) in tiie supporting of the SOFC cell unit made 
from brittle ceramics, only one end of tfie base 

40 portion of tiie cell unit Is supported by the afftight 
partition member and the porous member. Impor- 
tantly, the outer peripheral surface of tiie SOFC 
cell unit 31 is supported by the porous member 
33. 

45 As mentioned above, the SOFC cell unit is softly 
supported, which is entirely different from the 
conventional technique of rigidly fixing the 
periphery of tiie SOFC cell unit, so that excesshre 
stress hardly occurs In view of the stnicture. Fur- 

50 thermore, the supporting is made by tiie porous 
member 33, so that the stress in tiie SOFC cell 
unit is more mitigated, which can effectively pre- 
vent me damaging of tite SOFC cell unIL 

(2) Since tiie surfece of tiie porous member 33 is 
55 substantially covered with tiie a^'ght wail menrv- 

ber 34 having the slant portion 34a and tfie slant 
projecting portion 35, the gas supply chamber 30 
Is sufficientiy sealed to tiie exhaust gas combus- 
tion chamber 7. That is. even If a few amount of 
a fresh oxUizing gas invades from a gap between 
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the airtight wall member 34 and the SOFC cell 
unit 31 into the porous member 33, it is once dif- 
fused in the porous member 33 and randomly s 
moves in the porous nr)ember 33. Moreover, after 
the oxidizing gas moves in the porous member 
33, it should be passed through the airtight parti- 
tion member 32 and the slant projecting portion 
35, so that there is a very little chance of moving io 
the oxidizing gas into the exhaust gas combustion 
chamber. Moreover, the movement of the oxidiz- 
ing gas into the exhaust gas combustion chamber 
7 can be more reduced by the pressure loss 
Inside tiie porous member 33. is 
As seen from the above, it is not required to rigidly 
seal the SOFC cell unit 31, so that the reliability 
as a structural body is more Improved. 
(3) Since the slant portion 34a is formed in the air- 
t^ht wall member 34, even if the tip of the slant 20 
portion 34a comes into contact with the outer 
peripheral surfece of the SOFC cell unit 31, the 
contact area is very small, so that the pushing 
stress due to the contacting can be reduced as far 
as possible. 25 
In Rg. 10 is shown a stack formed by connecting 
a plurality of SOFC cell units 41 to each other. The 
SOFC cell unit 41 used in the Olustrated embodiment 
has substantially the same struchire as in the embo- 
diment of Figs. 8 and 9. 30 

Moreover, this embodiment has a unique partition 
structure for sealing between the gas supply chamber 
30 and the exhaust gas combustion chamber 7 as 
mentioned later. 

That is, a porous member 42 is filled between the 35 
adjoining SOFC cell units 41 Instead of the airtight 
partition member 32 shown in Fig. 9, whereby the 
outer peripheral surface of the SOFC cell unit 42 Is 
covered at its one end with the porous member 42 to 
support the SOFC cell unit 42. Thus, when a plurality 40 
of the SOFC cell units 42 are stacked one upon the 
other in the longitudinal direction as shown in Rg. 10, 
each of the SOFC cell units is softly supported by the 
porous mennber 42. 

In order to prevent the leakage of the oxidizing 45 
gas from the gas supply chamber 30 to the exhaust 
gas combustion chamber 7, the sealing is carried out 
by using an airtight member. That is, an airtight slant 
projecting member 43 or 44 is arranged on each of the 
SOFC cell units 42. Then, these airtight slant project- so 
ing members 43 and 44 in the adjoining upper and 
lower SOFC cell units are contacted with each other 
or separated frexn each other at a slight gap, whereby 
the surface of the porous nf)ember42 is substantially 
covered so as not to expose to the side of the exhaust ss 
gas combustion chamber 7. On the otiier hand, an air- 
tight pushing member 45 having a triangular shape In 
sedkNi is arranged on the surface of the porous menh 
bar 42 fiadng to tiie gas supply chamber 30 and an 
edge of the airtight pushing member 45 is contacted 



witii the outer peripheral surface of the SOFC cell unit 
orfixed to the porous member 42 at a slight gap to the 
SOFC cell unit, whereby the surface of the porous 
member 42 Is substantially covered so as not to exp- 
ose to ttie gas supply chamber 30. The airtight push- 
ing member 45 is preferably made from refiractoiy 
cement, mortar or the like. Furthermore, a small pro- 
trusion (not shown) is formed on the outer peripheral 
surface at the end of the SOFC cell unit 42, whereby 
the airtight pushing member 45 may be fastened so 
as not to cause the position shift outward the stack. 

TheSOFCof Rg. 10 has the same effect as in tiie 
SOFC of Figs 8 and 9. Furttiennore, the SOFC cell 
unit 42 is supported by the porous member 42 witiiout 
using tiie abtight partition member 32 (Fig. 9), so that 
the structure becomes more simple and the enhance- 
ment of spatial stacking degree for SOFC cell unit 
becomes easier. 

instead of the airtight pushing member 45, a slant 
projecting portion may be formed on the outer 
peripheral surface of the SOFC cell unit so as to cover 
the surface of tfie porous member 42. Alternatively, 
the surface of the porous member 42 may be covered 
by tiiinly applying the refractory cement, mortar or the 
like. Moreover, water-glass, colloidal filter or metal foil 
such as iron or tiie like may be used Instead of the air- 
tight pushing member 45. 

In Fig. 11 is shown another embodiment of the 
SOFC cell unit 51 according to the invention, which is 
a modified emtxxliment of Fig. 9. 

In the illustrated embodiment, a porous material 
having substantially a gas impenmeabillty is used as 
the porous member 32 fliled in a space between the 
surface 32a of the airtight partition member32and the 
outer peripheral surface of the SOFC cell unit 51. In 
such a porous n^terial, almost of pores are closed 
pores, so that no open pore is existent or the open 
pore is slight existeiit and consequentiy the gas per- 
meability is substantially lost The porous material is 
preferably formed by foaming glass beads or the like 
in the ceramic such as alumina, silica or the like. 

In tiiis embodiment, the SOFC cell unit 51 is softly 
supported by the porous member 33 having substan- 
tially a gas impermeability, and at the same time the 
sealing between the gas supply chamber 30 and tiie 
exhaust gas combustion chamber 7 can sufflcientiy 
be attained by the porous member 33. As a result, the 
SOFC of Rg. 1 1 has the same effects as In tiie embo- 
diment of Fig. 9. Furthenmore, the supporting struc- 
ture becomes more simple, which is more ^vorable 
from a viewpoint of the manufacture. 

Although the invention has been described witii 
respect to the flat plate-type SOFC cell unit, it Is 
applicable to the supporting structure of cylindrical 
SOFC opened at botii ends, the supporting structure 
of ^Indrical SOFC sealed at one end and tiie like. 

In the above embodiments, tiie shape, size and 
structure of the porous member as well as the shape 
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and structure of the airtight member covering the sur- 
face of the porous member may variously be 
changed, if necessary. 

As mentioned above, in the solid oxide fuel cell 
according to the invention, the cell unit is supported 
at its one end portion facing to the gas supply cham- 
ber by the dense partition member, so that the exces- 
sive stress is not caused in the celt unit from a 
viewpoint of the structure, which is entirely diffierent 
from the conventional technique of rigidly fbdng the 
outer peripheral surface of the cell unit 

Furthermore, the exhaust gas conr»bustion cham- 
ber is arranged adjacent to the gas supply chamber 
and separated from the power generation chamber 
through the partition member, vrtiereby the fuel gas is 
fed from the power generation chamber to the exhaust 
gas combustion chamber, while the oxidizing gas is 
fed to tiie gas flowing passages in the plate-like elec- 
trode body and discharged from the gas outiet port to 
the exhaust gas combustion chamber. Therefore, the 
oxidizing gas and the fuel gas are not mbced before 
the exhaust gas combustion chamber because the 
oxidizing gas passage and the fuel gas passage are 
cleariy partitioned in view of the structure of the cell 
unit, so that the fixing for sealing the cell unit as in the 
conventional technique is not necessary. As a result, 
there is caused no stress resulted from the fbdng and 
sealing, and the reliability as a stmctural body is high. 
Further, the uniformizatlon of power generation over 
the whole of the SOFC cell unit and the power gener- 
ation efficiency can be improved. 

And also, the oxidizing gas leaked from the gas 
supply chamber to the exhaust gas combustfon cham- 
ber merely contacts with a gas having a fuel gas con- 
centration considerably reduced in the passing 
through the power generation chamber, so that 
excessively local power generation of the SOFC cell 
unit can be prevented and hence the durabflity is 
improved. 

Moreover, tiie SOFC cell unit has a box-type mul- 
ti-channel structure, so that the stnjctural strength of 
the cell unit itself can be increased. 

In the prefen-ed solid oxide fuel cell according to 
the invention, the outer periphery of the cell unit is 
softiy supported between the gas supply chamber and 
the exhaust gas combustion chamber by the porous 
member, so that the excessive sfress Is hardly 
created and can be mitigated In view of the structure, 
and consequently the damage of the SOFC ceil unit 
can effectively be prevented. 

Since the surface of the porous member is sub- 
stantially covered with the airtight member so as not 
to expose to the porous member to the gas supply 
chamber and the exhaust gas combustion chamber or 
the porous nrtember is made firom a porous material 
having substantially a gas impenneability, the leak- 
age of a fresh gas fipom the gas supply charrtber to the 
exhaust gas combusiion diamber hardly occurs and 



the sealing is complete. 



Claims 



1. A solid oxide fuel cell comprising : 

an electrode body of porous ceramic hav- 
10 Ing a plurality of gas flowing passages therein ; 

a dense interconnector formed on at least 
one main surface of the plate-like electrode body; 

a dense solid electrolyte film fbrnned on at 
least other main sur^ce of the plate-like deo- 
is frode body ; 

an electrode film formed on the dense sdkj 
electrolyte film and having a polarity opposite to 
a polarity of the plate-like electrode body ; 

a gas supply chamber for supplying an 
20 oxidizing gas or a fuel gas to the gas flowing pas- 
sage ; 

a dense partition member holding an end 
portion of a fuel ceil unit at a side of the gas supply 
chamber ; 

25 an exhaust gas comtxjstion chamber 

ananged adjacent to the gas supply chamber 
through the dense partition memt}er ; and 

a partition member separating the exhaust 
gas combustion chamber from a power gener- 

30 ation chamber, in which the oxidizing gas or fuel 
gas supplied from the gas supply chamber to the 
gas flowing passages is turned around an end 
portion of the fuel cell unit at the side of tiie power 
generation chamber and transferred toward the 

$5 gas supply chamber and then dischaiiged to the 
exhaust gas combustton chamber through a gas 
discharge port formed in the respective gas flow- 
ing passage. 

40 2. Thesolidoxidefuel cell according to dalml, whe- 
rein the dense partitfon member supporting the 
outer periphery of the fuel ceil unit between the 
gas supply chamber and the exhaust gas com- 
bustion diamber is covered at its surface with an 

45 airtight material so as not to substantially expos- 
ure the surface of the dense partition meirtber to 
the gas supply chamber and the exhaust gas 
combustion chamber. 



50 



55 



The solid oxide fuel cell according to daim 1 , whe- 
rein the outer periphery of the frjel cell unit Is sup- 
ported by a porous material having a substantially 
gas impermeability between the gas supply 
chamber and the exhaust gas combustion cham- 
ber. 
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